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ABSTRACT O f THF! pT'^PTOSURE 

Th« invention provides a releasable adhesive joint 
between two elements . The two elements are fixed to each other 
by means of an adhesive bead or by aeans of two or sore adhesi- 
ve beads. The adhesive joint coaprises a beatable separating 
■««b«r closely fitting the adhesive bead or ejdjedded in the ad- 
hesive bead, or closely fitting or ejUiedded in one of the adhe- 
sive beads. The beatable separating member looses the adhesion 
to the closely fitting parts of the adhesive joint or is de- 
stroyed upon heating the beatable separating member to a tem- 
perature at which the adhesive bead is not yet damaged, thus 
releasing the parts of the adhesive bead closely fitting the 
beatable separating member. This releasable adhesive joint is 
esp«:ially usaCul in fixing vehicle glass panes to a vehicle 
body fraaa. 



2C7209'i 



ADHES TVF JOINT. A METHOD FOR ESTABLISHIHC 
A R1•LEA5AB^ 1=; xnHK5TVE JOINT AND AK APPARATUS FOR 
T?FT.yA5?THG SUC H ADHESIVE JOINTS 

BACXCTKDUKD OF THE INVETrriQN 

The present invention refers, according to a first 
aspect, to a relaasAble adhesive joint between two elements in 
which the two «la»ents are fixed to each other by means of an 
adhesive bead. According to a second aspect, the present inven- 
tion further relates to a method for establishing a releasable 
adhesive joint between two elements by providing an adhesive 
bead of particular design between the two elements to be fixed 
to each other* In a third and final aspect, the present inven- 
tion further relates to an apparatus for releasing such an ad- 
hesive joint fixing two ele^nts to each other. 

In the following, in accordance with the common lin- 
guistic usage, the expression "adhesive joint" is used for a 
connection or fixture between two rigid elements by means of 
one or a pltirality of beads of adhesive material provided bet- 
ween the two eleaents to be fixed to each other. Such adhesive 
joint* are very w«ll suited, for instance, for mounting vehicle 
windows in the body of the vehicle; exajiples of such adhesive 
joints are disclosed e.g. in the European Patent Publications 
EP-Xl-0 312 496 and EP-Al-0 351 369. However, the usage and 
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application of such adhesive joints Is not linited at all for 
Bounting windovs in a vehicle body. 

Even if this )cind of glazing is very favourable and 
My be successfully used in ■ounting panes or windows in a ve- 
hicle body in a quick and efficient way, the problem exists 
that the pane or window aust be removed froa the vehicle body 
in the case of repair of a bro)cen pane or in the case of dis- 
assembling the vehicle for recycling purposes. Up to now, no 
efficient and quicJcly to perform solution has been )cnown for 
releasing the adhesive joints between two elements, e.g. bet- 
ween a vehicle pane and the vehicle body. 

OBJECTS or m IWYEHTICm 

It is an object of the invention to provide a releas- 
able adhesive joint between two elements, particularly between 
a vehicle pane and a vehicle body, which can be released quicK- 
ly and efficiently in the case of repair" or disassembling the 
vehicle. 

It is a further object of the invention to provide a 
method of establishing a releasable adhesive joint between two 
elements, particularly between a vehicle pane and a vehicle 
body, by means of which such a releasable adhesive joint can be 
realized. 

It is a still further object of the invention to pro- 
vide an apparatus for releasing such a releasable adhesive 
joint in a convenient and efficient way. 
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SVWIARY OF THg IHVEKTTOS 

To Me«^ th«se and other objects, tiie invention provid- 
es, according to a first aspect of the invention, a releasable 
adhesive joint betveen two eleiMnts which are fixed to each 
other by Mans of an adhesive bead. The adhesive joint conpris- 
es a heatable separating nember closely fitting the adhesive 
bead or embedded in the adhesive bead. The heatable separating 
member looses the adhesion to the closely fitting parts of the 
adhesive joint or is destroyed upon heating the heatable sepa- 
rating member to a temperature at which the adhesive bead is 
not yet damaged, thus releasing the parts of the adhesive bead 
clomely fitting th« heeteble separating member. 

According to « second aspect, the in^^tntion further 
provides a releasable adhesive joint between two elements which 
are fixed to each other by means of a plurality of adhesive 
beads. Thereby, the adhesive joint comprises a heatable sepa- 
rating member closely fitting one of the- adhesive beads or is 
embedded in one of the adhesive beads. The heatable separating 
member looses the adhesion to the closely fitting parts of the 
adhesive joint or is destroyed upon heating the heat2a>le sepa- 
rating member to a temperature at which the one of the adhesive 
beads closely fitting or containing the heatable separating 
member is not yet damaged, thus releasing the parts of the one 
of the adhesive beads closely fitting the heatable separating 
member. 

To sua up it can be said that the releasable adhesive 
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joint of the invention generally conprises a heatablc separat- 
ing m^mhmv which either is in close contact to the adhesive 
bead as well as to one of the elements to be fixed to another 
on-i, or in close contact to one of the adhesive beads as well 
as to one of tho elements to be fixed to another one in the 
case where »ore than one adhesive beads arc used for the adhe- 
sive joint, or is embedded in the adhesive bead used to fix one 
element to another on«, or is embedded in one of the adhesive 
beads in the case where more than one adhesive beads are used 
for the adhesive joint. In any case, upon heating the heatable 
separating member to a predetermined temperature, it looses the 
adhesion to the closely fitting parts of the adhesive joint, 
i,e. to the adhesive bead located naxt to it, or it is even 
destroyed, with the result that the parts of the adhesive bead 
closely fitting the heatable separating member are released 
and, consequently, the adhesive joint is wea)cened or even de- 
stroyed to such an extent that the two elements can be separat- 
ed from each other without difficulties. 

According to a particular embodiment, the heatable 
separating member can be located on the surface of one of the 
two members to be fixed together and reliably fixed thereto. 
Thereby, the adhesive bead or one of the adhesive beads used to 
fix the two elements to each other is applied onto the surface 
of the heatable separating member. According to another embodi- 
ment, the heatable separating member can be located in the in- 
terior of the adhesive bead, if only one adhesive bead is used, 
or in the interior of one of the adhesive beads, if two or more 
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adh«siv« b«ads are used. 

Advantageously « the heatable separatinq »«»ber has the 
shape and configurntion of a flat body »e«ber. For instance, it 
can be provided in the form of a thin layer, particularly a 
thin film or foil, Mde of an el*Krtrically conducting thermo- 
plastic material. The thin layer and the thin film or foil, 
respectively, is provided with electrical connector means for 
the supply of elecxric current. 

According to another embodiment, the heatahle separat- 
ing member can be constituted by a thin film or foil made of a 
plastic material which can be heated by the application of high 
frequency, micro wave or infrared radiation. 

In an embodiment of the releasable adhesive joint ac- 
cording to the invention in which two adhesive beads are pro- 
vided, one of the adhesive beads itself can be designed as the 
heatable separating member. In this case, the said one of the 
adhesive beads is made of such a Mterial which looses the ad- 
hesion to the adjacent and closely fitting- second adhesive bead 
at a temperature at which said second adhesive bead is not yet 
damaged. It is even possible to design said one of the adhesive 
beads as a separating member which is destroyed at a tempera- 
ture at which the second adhesive bead is not damaged. In any 
case, the second adhesive bead is released and the two element 
fixed to each other can be separated easily. 

An important point is that the separating elenont 
looses its adhesion to the remaining parts of the adhesive 
joint or is destroyed at such a teuperature at which the heat 
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transf «rr«<l to tli« r«lat»d adhesive bead cannot damage it. If 
the usual adhesive materials are used, a damage of the adhesive 
bead would occur at a temperature of about 200 to 2 50' C. It is 
understoo^; that the damaging process is time dependent. Due to 
the low thermal conductivity of the plastic materials used as 
adhesive agents, the temperature of the separating member can 
be conaider&bly higher than the temperature at which the adhe- 
sive material is damaged, but only during a short time period. 

The invention further provides a method for establish- 
ing a releas&ble adhesive joint between to elements to be fixed 
to each other. 

According to a first variation of the method, there is 
provided an adhesive bead and a heatable separating member 
closely fitting the adhesive bead or embedded in the adhesive 
bead, the heatable separating aember loosing the adhesion to 
the closely fitting elements or parts of the adhesive joint or 
being destroyed upon heating it to a temperature at which the 
adhesive bead is not yet damaged, thus rereasing the parts of 
the adhesive bead closely fitting the heatable separating mem-* 
ber. Then, the adhesive bead is applied to one of the elements 
to be fixed to each other, and the other one of the elements is 
pressed against the adhesive bead* 

According to a second variation of the method, a plu- 
rality of adhesive beads and a heatable separating member 
closely fitting one of these adhesive beads or emibedded in one 
of these adhesive beads are provided, whereby the heatable se- 
parating member looses the adhesion to the closely fitting ele- 
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»«nt« or parts of thm adhcsiv* joint or is destroyed upon heat- 
ing it to a tMp«ratur« at which th« one of the adhesive beads 
clottely fitting or containing the separating member is not yet 
damaged, thus rel«asing parts of the one of the adhci;ive beads 
closely fitting or containing the beatable separating BeMber. 
Then, the plurality of adhesive beads is applied to one of the 
elements to be fixed to each other, and finally the other of 
the elements is pressed against the adhesive b«ad. 

According to a third variation of the method, there is 
provided a first adhesive bead and a beatable separating member 
closely fitting the first adhesive bead or embedded in the 
first adhesive bead, whereby the beatable separating member 
looses the adhesion to the closely fitting elements or parts of 
the adhesive joint or being destroyed upon heating it to a tem- 
perature at which thm first adhesive beads is not yet damaged, 
thus releasing the parts of the first adhesive bead closely 
fitting the beatable separating member. Then the first adhesive 
bead is applied to one of the elements tobe fixed to each 
other. Thereafter, the first adhesive bead equipped with or 
closely contacting the beatable separating member Is cured. 
Finally, a second adhesive bead is applied onto the cured first 
adhesive bead, and the other one of the two elements is pressed 
to the second adhesive bead. 

If the beatable separating member is to be embedded 
into the adhesive bead or into one of the adhesive beads prior 
to applying the adhesive bead to on of the two elements to be 
fixed to each other, the embedding i« advantageously performed 
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by co«xtrusion of the haatabl* scparatinq member together with 
the correspondinq adhesive bead. 

However, it is also possible to apply the heatable 
separating nember to the surface of one of the two elements to 
b« fixed to each other prior to applying the adhesive bead or 
one of the adhesive beads, for instance by spraying, painting 
or printing a layer of suitable »aterial, or by rolling-on an 
electrically conducting plastic material fila or foil, or by 
rolling-on a plastic material fila or foil which can be heated 
by means of high frequency, micro wave or infrared radiation, 
or by applying a plastisol to the surface of one of the two 
elements to be fixed to each other which plastisol can be heat- 
ed under the influence of high frequency, micro wave or infra- 
red radiation « 

Particularly suitable materials to be used as the 
thermoplastic layer of the beatable separating nember are the 
following substances: 

polyolofinos, particularly polyethylene, atactic poly- 
propylene, polybutene and the copolymers thereof; 

ethylene-vinylacetate copolymers; 

ethy lane-acrylic acid copolymers; 

ethylene-mothacrylic acid copolymers and corresponding 
metal salts; 

grafted and/or segmented ethylene vinylacetate copoly- 
mers; 

ethy lene-propy lene-diene copolymers ; 
thermoplastic polyxirethanes ; 
saturated polyesters and copolyesters ; 
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Polya«id«s and copolyaaides ; 
polyacrylat«« ftnd polvMthacrylat«s ; and 
tribloc)c and bibloc)c copolyners, particularly co- 
poly»«rs consisting of polya»id«, polyester and/or polyether 
bloc)cs, and of polystyrene, polybutadiene and poly isobutylene 
bloc)cs. 

If adhesive beads made of a polyurethane based materi- 
al are used, there My arise the difficulty that these beads 
show a poor adhesion to separating neabers made of polyethylene 
based materialn. This difficulty can be avoided by using an 
•thylene-acrylic acid copolyner having 9 to 20% by weight of 
acrylic acid as a separating member. Such products are distri- 
buted by "The Dow Chemical Company", Midland, MI 48674, USA, 
under the trade name "Primacor" . Very well suitable products 
are, for instance, "Primacor 1430*', "Prinacor 5980'' and "Prima- 
cor 5990". 

Similar products on the basis of methacrylic acid and 
its metal salts are distributed by "Du Pont" under the trade 
name "Surlyn". 

The electric conductivity of the material of the sepa- 
rating member, i*e. the layer, film or foil or the plastisol, 
can be created or improved by adding an electrically conductive 
material in fine dispersion to the base material during its 
preparation. Examples of such materials are listed below: 

polymers having intrinsic conductivity; 

electrically conductive carbon blac)cs; 

graphite; 
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Mtallic povd«r, '■jctallic fibres, metallic needles, 
particularly aade of aluainum, copper, silver or tungsten; 

fillers coated with metal, particularly coated with 
aluminum, copper, silver or tungsten; 

metal coated micro balls and metal coated textile 
fibres; and 

mixtures of these materials. 

Polymers having intrinsic conductivity are insoluble 

and not-maltable polymers the pi-electron system of which has 

b«en altered to a poly radical cation salt by protonation, 

2 

Thereby, a high electrical conductivity of up to 10 S/cm and 
more, corresponding to a resistivity of less than 10 ^ 
Ohm. cm. Suitable representatives of such materials particularly 
are polyanilina (PAni) and its blend with polyvinyl chloride 
(PAni/ /PVC) . Such products are distributed, for instance, by 
Zipporling Kessler & Co., D-2070 Ahrensberg, Germany, under the 
trad« nana "Versicon" and by Americhen Inc., Cuyahoga Falls, 
44222-0375 OH, USA, under the trade name "Vlncoblend" . 

As metal coated textile fibres, particularly metal 
coated polyacrylonitrile fibres (PAN) are preferred. These 
fibres have a resistivity of less than lo""^ Ohm. cm, corre- 
sponding to a conductivity of more than 10^ S/cm. Such a pro- 
duct is distributed by Texmet, 1-28100 Novara, Italy, under the 
trade naxe "Toxaet*. 

If the beatable separating member is electrically con- 
ductive, the releasing of the adhesive joint, e.g. during re- 
pair of a vehicle, is accomplished by supplying an electric 



current to the separating member in order to heat it up. The 
heating of the separating member by means of electric energy 
can be porforaed by means of direct current or alternating cur- 
rent. In order to render ineffective possible breaks or gaps in 
the flat beatable separating member originating f rom^breaking 
the vehicle pane, it is advantageous to use high frequency al- 
ternating current for heating the separating member. 

On the other hand, if the separating member is consti- 
tuted by a plastic material film or foil heatzUale under the 
influence of high frequency, micro wave or infrared radiation, 
a high frequency, micro wave or infrared radiation source is 
provided to heat the separating member. Of course it is requir- 
ed that the selected radiation really can reach the place where 
the heating should occur, be it due to the geometry of the ad- 
hesive bond, be it due to the )cind of material of at least one 
of the elements to be fixed together. If one of the elements 
consists of glass as is usually the case with panes or windows 
for vehicles, this requirement is normally fulfilled as glass 
is pemeable for the kinds of radiation mentioned above. In the 
case of an adhesive joint between two metallic elements, such a 
heating is possible only in the presence of a specific geometry 
of the adhesive joint. 

Advantageously, the heating of the beatable separating 
membar is performed to a temperature of at least 100* C, pre- 
ferably to 150* €• 

In the case of repair, i.e. in the case when a damaged 
vehicle pane has to be replaced by a new one, a separating sur- 
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face in the adhesive joint as smooth as possible is desired 
which can serve as a basis for a new adhesive joint without the 
need for a follow-up treatment. Due to these reasons^ the first 
embodinh-mt of the adhesive joint according to the invention 
with a flat shaped heatable separating member is preferred. 

In the case of disposal, however, i.c, when a vehicle 
has to be disassembled for recycling the different materials 
(steel, aluminum, glass, plastic etc.)/ the quality of the se- 
parating surface in the adhesive joint is of no further impor- 
tance; thus, also other heatable separating members than flat 
shaped ones cnn be used. The same goes for ^articular geometric 
situationn, for instance if very thin aUliesive beads are pre- 
sent. 

According to a further embodiment of the invention, 
the releasable adh'^sive joint comprises a first and a second 
adhesive bold whereby the first adhesive bead itself constitut- 
es the heatable separating member. It will loose the adhesion 
to the closely fitting parts of the adhesive joint or will be 
destroyed upon heating the first adhesive bead to a temperature 
at which the second adhesive bead Is not yet damaged, thus re- 
leasing the second adhesive bead closely fitting the first ad- 
hesive bead* 

As a basis material for such adhesive beads serving 
simultaneously as heatable separating meiaber, the products dis- 
tributed by "The .Oow Chemical Company", Midland, MI 48674, USA, 
xinder the trade nane "PriMcor Adhesive Polymer" is very suit- 
able. Pariicularly good experiences have been made with the 



produces distribii.ed under the trade neiine "Primacor 5980" and 
"Primacor 5990", 

BRIEF DE SCRXPTIOH OF THE DRAWINGS 

In the following, a number of preferred embodiments of 
tha releasable adhasivQ joint will be furthor described, with 
reference to the accompanying drawings, in which: 

Fig. 1 shows a partial cross-sectional view of a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
able adhesive joint, according to a first embodiment; 

Fig. 2 shows a partial cross-sectional view of a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
able adhesive joint, according to a second embodiment; 

Fig. 3 shows a partial cross-sectional view of a ve- 
hicle p2me mounted into a frame of a vehicle body by a releas- 
2U>le adhesive joint, according to a third embodiment; 

Fig. 4 shows a partial cross-sectional view of a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
able adhesive joint, according to a fourth embodiment; 

Fig. 5 shows a partial cross-sectional view of a ve- 
hicle peme mounted into a frzuae of a vehicle body by a releas- 
able adhesive joint, according to a sixth embodiment; 

Fig. 6 shows a partial cross-sectional view of a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
eOdle adhesive joint, according to a sixth embodiment; 
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Fig. 7 shows a partial cross-sectional view o£ a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
able-^ adhesive joint, according to a seventh embodiment; and 

Fig. 8 shows a partial cross-sectional view of a ve- 
hicle pane mounted into a frame of a vehicle body by a releas- 
able adhesive joint, according to a eighth embodiment. 

nTTTATLKD DE<^rBTPTTON THF PRKFERRKD KMBODIWEHTS 

In the following description, reference is made to the 
drawings in which, as a typical example, a glass pane is shown 
which is fixed to the frame of a vehicle body. However, it is 
understood that the releasable adhesive joint in accordance 
with the invention can be used to fix two arbitrary elements to 
each other and the examples described hereinbelow are just il- 
lustrative. 

Fig. 1 shows a vehicle body frame 114 in a partial 
cross-sectional view. A glass pane 1\0 is releasably mounted to 
the vehicle frame 114. For this purpose, there is provided a 
single adhesive bead 112 having trapezoidal cross section. Bet- 
ween the adhesive bead 112 and the surface 116 of the glass 
pane 110, there is provided a beatable separating member 118 
constituted, for example, by a flat shaped thin plastic materi- 
al foil made of a suitable material as hereinbefore described. 
If the beatable separating member 118 consists of an electri- 
cally conducting material, it is provided with electrical con- 
nect rs (not shown) in order to be connected to a source of 
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electric power to heat it up. If, however, the heatable sepa- 
rating member 118 consists of a material heatable under the 
influence of high frequency, micro wave or infrared radiation, 
no electric connectors are required. 

The heatable separating member 118 closely fits both a 
edge portion of the surface 116 of the glass pane 110 and the 
surface of the adhesive bead 112 facing the glass pane 110. 
Thus, upon heating the separating member 118, the adhesion bet- 
ween the separating member 118 and the adhesive bead 112 is 
lost and the glass pane 110 can be removed easily from the ve- 
hicle body frame 114. After removal of the glass pane 110, the 
free surface of the adhesive bead 112 shows a smooth finish 
suitable for receiving a new glass pane 110 without the need 
for a follow-up treatment of this surface. 

According to Fig. 2, there is again provided a vehicle 
body frame 214 into which a glass pane 210 is fixed. For this 
purpose, there is provided a single adhesive bead 212 having 
trapezoidal cross section. The adhesive bead 212 closely fits 
the surface 216 of the glass pane 210 as well as an edge por- 
tion of the vehicle body frame 214. Embedded in the interior of 
the single adhesive bead 212, there is provided a heatable se- 
parating member 218 constituted, for example, by a flat shaped 
thin plastic material foil made of a suitable material as here- 
inbefore described. Preferably, the adhesive bead 212 and the 
heatable separating member 218 are applied to the surface 216 
of the glass pane 210 by coextrusion. 

If the heatable separating member 218 consists of an 
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electrically conducting material, it is provided with electri- 
cal connectors (not shown) in order to be connected to a source 
of electric power to heat it up. If, however, the heatable se- 
parating member 218 consists of a material heatable under the 
influence of high frequency, micro wave or infrared radiation, 
no electric connectors are required. 

Upon heating the separating member 218, the adhesion 
between the separating member 218 and the closely fitting upper 
and lower portions of the adhesive bead 212 is lost and the 
glass pane 210 can be removed easily from the vehicle body 
frame 214 because only a narrow edge portion of the adhesive 
bead 212 fixes the glass pane 210 to the frame 214 . After re- 
moval of the glass pane 210, the free surface of the lower por- 
tion of the adhesive bead 212 shows a smooth finish suitable 
for receiving a new glass pane 210 without the need for a fol- 
low-up treatment of this surface. 

According to Fig. 3, there is again provided a vehicle 
body frame 314 into which a glass pane 310 is fixed. For this 
purpose, there are provided two adhesive beads 312 and 313 to- 
gether having trapezoidal cross section. The adhesive bead 312 
closely fits the surface 316 of the glass pane 310 as well as 
the upper sxirface of a heateible separating member 318 inserted 
between the two adhesive beads 312 and 313. The adhesive bead 
313 closely fits the lower surface of the heatable separating 
member 318 as well as an edge portion of the vehicle body frame 
314. The heatable separating member 318 is constituted, for 
example, by a flat shaped thin plastic material foil made of a 
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suitable material as hereinbefore described. If the heatable 
separating member 318 consists of an electrically conducting 
material, it is provided with electrical connectors (not shown) 
in order to be connected to a source of electric power to heat 
it up. If, however, the heatable separating member 318 consists 
of a material heatable under the influence of high frequency, 
micro wave or infrared radiation, no electric connectors are 
required. 

Upon heating the separating member 318, the adhesion 
between the separating member 318 and the closely fitting upper 
and lower adhesive beads 312 and 313 is lost and the glass pane 
310 can be removed easily from the vehicle body frame 314. Af- 
ter removal of the glass pane 310, the free surface of the 
lower adhesive bead 313 shows a smooth finish suitable for re- 
ceiving a new glass pane 310 without the need for a follow-up 
treatment of this surface. 

According to Fig. 4, there is again provided a vehicle 
body frame 414 into which a glass pane 410 is fixed* For this 
purpose, there are provided two adhesive beads 412 and 413. 
Inserted between the surface 416 of the glass pane 410 and the 
upper adhesive bead 412, there is provided a heatable separat- 
ing member 4X8. The adhesive bead 412 closely fits the surface 
of the haatcOjle separating member 418. The adhesive bead 413 
closely fits the surface of the edge portion of the vehicle 
body freuae 414. The heatable separating member 416 is consti- 
tuted, for example, by a flat shaped thin plastic material foil 
made of a sui^table material as hereinbef re described. If the 
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haatable separating member 418 consists of an electrically con- 
ducting material, it is provided with electrical connectors 
(not shown) in order to be connected to a source of electric 
power to heat it up. If, however, the beatable separating mem- 
ber 418 consists of a material beatable under the influence of 
high frequency, micro wave or infrared radiation, no electric 
connectors are required. 

In this embodiment, first the beatable separating mem- 
ber 418 is applied to the surface 416 of the glass pane 410, 
Thereafter, the first adhesive bead 412 is applied to the free 
surface of the beatable separating member 418 and then cured. 
After curing, the second adhesive bead 413 is applied to the 
first adhesive bead 412 and the glass pane thus prepared is 
inserted into the frame 414 and pressed thereagainst until also 
the second adhesive bead 413 is cured. 

Upon heating the separating member 418, the adhesion 
between the separating member 418 and the closely fitting upper 
adhesive bead 412 is lost and the glars pane 410 can be removed 
easily from the vehicle body frame 414. After removal of the 
glass pane 410, the free surface of the upper adhesive bead 412 
shows a smooth finish suitable for receiving a new glass pane 
410 without the need for a follow-up treatment of this surface. 

Fig. 5 shows an embodiment similar to the one shown in 
Fig. 1 with a vehicle body frame 514 in a partial cross-sec- 
tional view. A glass pane 510 is releasably mounted to the ve- 
hicle frame 514. For this purpose, there is provided a single 
adhesive bead 512 having trapezoidal cross section. Between the 
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adhesive bead 512 and the surface of the vehicle body frame 
514, there is provided a heatable Separating member 518 consti- 
tuted, for example, by a flat shaped thin plastic material foil 
made of a suitable material as hereinbefore described. If the 
heatable separating member 518 consists of an electrically con- 
ducting material, it is provided with electrical connectors 
(not shovn) in order to be connected to a source of electric 
power to heat it up. If, however, the heatable separating mem- 
ber 518 consists of a material heatable under the influence of 
high frecjuency, micro wave or infrared radiation, no electric 
connectors are required. 

Fig. 6 shows an embodiment similar to the one saown in 
Fig. 4 with a vehicle body frame 614 in a partial cross-sec- 
tional vie A glass pane 610 is releasably mounted to the ve- 
hicle frame 614. For this purpose, there are provided two ad- 
hesiva beads 612 and 613. No separate heatable separating mem- 
ber .Is required, because in this embodiment, one of the two 
adhesive beads 612 and 613 is made of a suitable material as 
hereinbefore described, preferably the adhesive bead 612 which 
closely fits the surface of the vehicle body frame 614. If the 
heatable adhesive bead 612 consists of an electrically conduct- 
ing material, it is provided with electrical connectors (not 
shown) in order to be connected to a source of electric power 
to heat it up. If, however, the heateOsle adhesive bead 612 con- 
sists of a material heatable under the influence of high fre- 
quency, micro wave or infrared radiation, no electric connect- 
ors are required. 
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Upon heating the adhesive bead 612, it looses its ad- 
hesion to the vehicle body frame 614 and/or to the second ad- 
hesive bead 613 such that the glass pane 610 can be easily re- 
moved, together with the second adhesive bead 613 which closely 
fits the surface 416 of the glass pane 610. 

Fig. 7 also shows an embodiment similar to the one 
shown in Fig. 4 with a vehicle body frame 714 in a partial 
cross-sectional view. A glass pane 710 is releasably mounted to 
the vehicle frame 714. For this purpose, there are provided two 
adhesive beads 712 and 713. A beatable separating meml^er 718 is 
inserted between the upper portion 712B and the lower portion 
712A of the first adhesive bead 712 which closely fits the sur- 
face 716 of the glass pane 710. The separating member 718 is 
made of a suitable material as hereinbefore described. If the 
beatable separating member 718 consists of an electrically con- 
ducting material, it is provided with electrical connectors 
(not shown) in order to be connected to a source of electric 
power to heat it up. If, however, the beatable separating mem- 
ber 718 consists of a material beatable under the influence of 
high frequency, micro wave or infrared radiation, ^no electric 
connectors are required* 

The lower adhesive bead 713 closely fits both the 
lower portion 712A of the first adhesive bead 712 as well as 
the surface of the vehicle body frame 714. 

In this embodiment, first the adhesive bead 712 con- 
sisting of the upper and lower portions 712B and 712A together 
with the heateible separating member 718 is applied to the sur- 
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face 716 of the glass pane 710, preferably by coextrusion and 
then cured. After curing, the second adhesive bead 713 is 
applied to the first adhesive bead 712 and the glass pane 710 
thus prepared is inserted into the frame 714 and pressed there- 
against until also the second adhesive bead 713 is cured. 

Upon heating the separating member 718, it loosf*s its 
adhesion to the upper portion 712B and/or to the lower portion 
712A of the adhesive bead 712 such that the glass pane 710 can 
be easily removed, together with the first portion 712B of the 
adhesive bead 713 which closely fits the surface 716 of the 
glass pane 710. After removal of the glass pane 710, the free 
surface of the lower portion 712A of the adhesive bead 712 
shows a smooth finish suitable for receiving a new glass pane 
710 without the need for a follow-up treatment of this surface. 

Finally, Fig. 8 al^o shows an embodiment similar to 
the one shown in Fig. 4 with a vehicle body frame 814 in a 
partial cross-sectional view. A glass pane 810 is releasably 
mounted to the vehicle frame 814. For this purpose, there are 
provided two adhesive beads 812 and 813. A beatable separating 
member 818 is embedded in the adhesive bead 813 which closely 
fits the surface of the vehicle body frame 814. The adhesive 
bead 812 closely fits the surface 816 of the glass pane 310. 

The separating member 818 is made of a suiteUole mate- 
rial as hereinbefore described. If the heateUale separating mem- 
ber 818 consists of an electrically conducting material, it is 
provided with electrical connectors (not shown) in order to be 
connected to a source of electric power to heat it up. If, how- 
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ever, the heatabla separating member 818 consistii of a material 
beatable under the influence of high frequency, micro wave or 
infrared radiation, no electric connectors eire required. 

The lower adhesive bead 813 closely fits both the 
upper adhesive bead 812 as well as the surface of the vehicle 
body frame 814. 

In this embodiment, first the adhesive bead 812 to- 
gether with the beatable separating member 818 is applied to 
the surface 816 of the glass pane 810, preferably by coextru- 
sion, and then cured. After curing, the second adhesive bead 
813 is applied to the first adhesive bead 812 and the glass 
pane 810 thus prepared is inserted into the frame 814 and 
pressed thereagainst until also the second adhesive bead 813 is 
cured. 

Upon heating the separating member 818, it looses its 
adhesion to the lower adhesive bead 813 such that the glass 
pane 810 can be easily removed, together with the upper ad- 
hesive bead 813 which closely fits the surface 816 of the glass 
pane 8X0 because the two adhesive beads' 812 and 813 are con- 
nected to each other only by very small edge portions which 
easily can be destroyed* 

EXAWPLBg 9F ftPPLIgATIQN 

The following examples of application describe heating 
tests which have been performed with electrically conductive 
polymer foils. 
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EXAMPLE 1 

In this example, use was made of a foil distributed 
under the trade name "PE 105 LF", i.e. a polyethylene rendered 
electrically conductive by adding carbon black thereto, by 
Zipperling Kessler & Co., U-2070 Ahrensberg, Germany. The re- 
sistivity of this material amounts to 0.5 ohm. cm, corresponding 
to a conductivity of 2 S/cm. It has been tested in the form of 
an elongated tape. 



Test Conditions 

Tape length: 400 cm 200 cm 200 cm 

Tape width: 10 mm 10 mm 10 mm 

Tape thic}uiess: 1 mm 1 mm 1 mm 

Frequency: 50 cps 50 cps 50 cps 

Voltage (AC) : 260 V 260 V 260 V 

Initial Temperature: 30 'C 30 'C 30 'C 

Initial Mgasvirgngnt Yalu?g 

Resistance: 3200 ohm 1900 ohm 940 ohm 

Power Consumption: 21.13 W 35.58 W 71.91 W 

Temperature: 40 •C 55 'C 100 'C 

Heating Time 5 min 5 min 3.5 min^^ 

Resistance: 3300 ohm 2100 ohm 1700 ohm 

Power Consumption: 20.48 W 32.19 W 39.76 W 

1) Soft after 2 min, stic)cy after 3 min, 
test stopped after 3.5 min. 



4 



» 
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EXAMPLE 2 



In this example, use was made of a foil distributed 
under the trade name "Primacor 5980" containing 20* by weight 
carbon black and 5* hy weight polyacrylonitrile fibres coated 
with nickel, a test product of "Texanet", 1-28100 Novara, Italy. 
The resistivity of this material amounts to 0,1 ohm. cm, cor- 
responding to a conductivity of 10 S/cm. It has been test:ed in 
the form of an elongated tape. 

Taat Conditiona 

Tape length: 400 cm 200 cm 200 cm 

Tape width: 10 mm 10 mm 10 mm 

Tape thickness: 2 mm 2 mm 2 mm 

Frequency: 50 cps 50 cps 50 ops 

Voltage (AC): 260 V 260 V 260 7 

Initial Temperature: 30*C 30'C 30-C 

Initial Measurement Values 

Resistance: 350 ohm 200 ohm 120 ohm 

Power Consumption: 195W 340W 560W 



Measured Values after 5 min 

Temperature: >100 ^C >100 'C >100 •C 

Heating Time 2 min^' 1 nin^^ 0.5 min^^ 

Resistance: 3300 ohn 2100 ohm 1700 ohm 

Power Consumption: 20.48 W 32.19 W 39.76 W 



1) Heating test terminated, since the poly- 
mer had molten. 
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VTHAT IS CLAIMED IS : 

1. Ralaasabla adhesive joint between two elements, 
said two elements being fixnd to each other by means o* an ad- 
hesive bead, said adhesive joint comprising a heatable separat- 
ing member closely fitting said adhesive bead or embedded in 
said adhesive bead, said heatable separating member loosing the 
adhesion to the closely fitting parts of the adhesive joint or 
being destroyed upon heating said heatable separating member to 
a temperature at which said adhesive bead is not yet damaged, 
thus releasing the parts of said adhesive bead closely fitting 
said heatable separating member. 

2. Ralaasabla adhesive joint between two elements, 
said two elements being fixed to each other by means of a plu- 
rality of adhesive beads, said adhesive joint comprising a 
heatable separating member closely fitting one of said adhesive 
beads or esibedded in one of said adhesive beads, said heatable 
separating member loosing the adhesion to the closely fitting 
parts of the adhesive joint or being destroyed upon heating 
said heatable separating member to a temperature at which said 
one of said adhesive beads is not yet diunaged, thus releasing 
the parts of said one of said adhesive beads closely fitting 
said heatable separating member. 

3. Releasable adhesive joint according to claim 1 or 2 
in which said heatable separating element closely fits one of 
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said two elexnentis which are fixed to each other by means of 
said adhesive bead and said adhesive beads, respectively. 

4. Releasable adhesive joint according to claim 1 or 2 
in which said heatable separating element is located in the 
interior of said adhesive bead and of said one of said adhesive 
beads, respectively. 

5. Releasable adhesive joint according to claim 1 or 2 
in which said heatable separating element has the shape of a 
flat body member. 

6. Releasable adhesive joint according to claim 5 in 
which said heatable separating element is constituted by a 
thermoplastic layer. 

7. Releasable adhesive joint according to claim 5 in 
which said heatable sep.-*rating element is constituted by a foil 
made of thermoplastic material* 



8. Releas2a3le adhesive joint according to claim 7 in 
which said heatable separating element i» made of a material 
selected from the group comprising: 

polyolefines, particularly polyethylene, atactic poly- 
propylene, polybutene and the copolymers thereof; 

othylone-vinylacetate copolymers; 

ethylene-acrylic acid copolymers; 

•thylcna-methacrylic acid copolymers and c rrcsponding 
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metal salts; 

grafted and/or segmented ethylene vinylacetate copoly- 
mers ; 

ethylene-propyleno-diene copolymers; 

thermoplastic polyurethanes; 

saturated polyesters and copolyesters; 

polyamides and copolyamides; 

polyacrylates and polymethacrylates ; and 

triblock and biblock copolymers, particularly co- 
polymers consiating of polyamide, polyester and/or polyether 
blocks, and of polystyrene, polybutadiene and polyisobutylene 
blocks. 

9. Releasable adhesive joint according to claim 6 in 
which said thermoplastic layer is electrically conducting. 

10. Releasable adhesive joint according to claim 9 in 
which said thermoplastic layer comprises electrically conduct- 
ing additives selected from the group consisting of: 

polymers having intrinsic conductivity; 
electrically conductive carbon black; 
graphite; 

metallic powder, metallic fibres, metallic needles, 
particularly made of aluminum, copper, silver or tungsten; 

fillers coated with metal, particularly coated with 
aluminum, copper, silver or tungsten; 

metal coated micro balls and metal coated textile 
fibres; and 

mixtures of these materials. 
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11. Releasable adhesive joint according to claim 10 in 
which said polymers having intrinsic conductivity are selected 
from the group comprising polyaniline and a blend of polyani- 
line and polyvinyl chloride. 

12. Releasable adhesive joint according to claim 10 in 
which said metal coated fillers are selected from the group 
comprising metal coated micro glass balls and metal coated tex- 
tile fibres. 

13. Releasable adhesive joint according to claim 11 in 
which said metal coated textile fibres are metal coated poly- 
acrylonitrile fibres. 

14. Raleasabla adhesive joint according to claim 1 or 
2 in which said heatabla separating member is a foil which can 
be heated by means of high frequency radiation. 

15. Releasable adhesive joint according to claim 1 or 
2 in which said heatable separating member is a foil which can^ 
be heated by means of micro wave radiation. 

16. Releasable adhesive joint according to claim 1 or 
2 in which said beatable separating member is a foil which can 
be heated by means of infrared radiation. 

17. Releasable adhesive j int according to claim 2 
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comprising a first: and a second adhesive bead, said first ad- 
hesive bead itself constituting the beatable separating member 
loosing the adhesion to the closely fitting parts of the ad- 
hesive joint or being destroyed upon heating said first ad- 
hesive bead to a temperature at which said second adhesive bead 
is not yet duaged, thus releasing said second adhesive bead 
closely fitting said first adhesive bead. 

18. A method for establishing a relcasable adhesive 
joint between two elements, said method comprising the steps of 
providing an adhesive bead, providing a beatable separating 
■ember closely fitting said adhesive bead or embedded in said 
adhesive bead, said beatable separating member loosing the ad- 
hesion to the closely fitting elements or parts of the adhesive 
joint or being destroyed upon heating said beatable separating 
■ember to a temperaturo at which said adhesive bead is not yet 
dzmaged, thus releasing the parts of said adhesive bead closely 
fitting said beatable separating member, applying said adhesive 
bead to one of said first and second elements to be fixed to 
each other, and pressing the other of said first and second 
elements against said adhesive bead. 

19, A method for establishing a releasable adhesive 
joint between two elements, said method comprising the steps of 
providing a plurality of adhesive beads, providing a beatable 
separating seKber closely fitting one of said adhesive beads or 
embedded in one of said adhesive beads, said beatable separat- 
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ing member loosing the adhesion to the closely fitting elements 
or parts of the adhesive joint or being destroyed upon heating 
said beatable separating member to a temperature at which said 
one of said adhesive beads is not yet damaged, thus releasing 
the parts of said one of said adhesive beads closely fitting 
said beatable separating member, applying said plurality of ad- 
hesive beads to one of said first and second elements to be 
fixed to each other, and pressing the other of said first and 
second elements against said adhesive bead. 

20. A method for establishing a releasable adhesive 
joint between two elements, said method comprising the steps of 
providing a first adhesive bead, providing a beatable separat- 
ing aeaber closely fitting said first adhesive bead or embedded 
in said first adhesive bead, said beatable separating member 
loosing the adhesion to the closely fitting elements or parts 
of the adhesive joint or being destroyed upon heating said 
beatable separating Member to a temperature at which said. first 
adhesive beads is not yet damaged, thus releasing the parts of 
said first adhesive bead closely fitting said beatable separat- 
ing Beaber, applying said first adhesive bead to one of said 
first and second elements to be fixed to each other, curing 
said first adhesive bead equipped with or closely contacting 
said beatable separating member, applying a second adhesive 
bead onto maid first adhesive bead, and pressing the other one 
of said two elements to said second adhesive bead. 
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21. A method accojrding to claim 18 in which said heat- 
able separating member is applied to one of said elements to be 
fixed to each o\:her, and in which, thereafter, said adhesive 
bead is applied onto said heataible separating member. 

22. A method according to claim 19 in which said heat- 
able separating member is applied to one of said elements to be 
fixed to each other, and in which, thereafter, said one of said 
adhesive beads is applied onto said heataijle separating member. 

23. A method according to claim 20 in which said heat- 
able separating aemb«r is applied to one of said elements to be 
fixed to each other, and in which, thereafter, said first ad- 
hesive bead is applied onto said beatable separating member. 

24 ♦ A nethod according to claim 18 in which said heat- 
able separating member la embedded in said adhesive bead prior 
to applying said adhesive bead to one of said first and second 
elements to be fixed to each other. 

25. A method according to claim 19 in which said heat- 
able separating member Lm embedded in said one of said adhesive 
beads prior to applying said plurality of adhesive beads to one 
of said first and second elements to be fixed to each other. 

26. A method according to claim 20 in which said beat- 
able Mparating mober im embedded in said first adhesive bead 
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prior to applying said first adhesive beads to one of said 
first and second elements to be fixed to each other. 

27. A method according to claim 18, 19 or 20 in which 
said embedding of said beatable separating member into the ad- 
hesive bead is performed by coextrusion of the adhesive bead 
and the beatable separating member. 

28. A method according to claim 18, 19 or 20 in which 
said beatable separating element has the shape of a flat body 
mesiber. 

29. A method according to claim 28 in which said heat- 
able separating element is constituted by a thermoplastic layer. 

30. A method according to claim 28 in which said heat- 
able separating element is constituted by a foil made of ther- 
moplastic material. 

31. A method according to claim 30 in which said heat- 
able separating olonant is made of a material selected from the 

group consisting of: 

polyolefines, particularly polyethylene, atactic poly- 
propylene, polybutene and the copolymers thereof; 

ethylene-vinylacetate copolymers; 

othylene-acrylic acid copolymers; 

ethylene-methacrylic acid copolymers and corresponding 
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metal salts; 

grafted and/or segmented ethylene vinylacetate copoly- 
mers ; 

thermoplastic polyurethanes; 

saturated polyesters and copolyesters; 

polyamides and copolyamides ; 

polyacrylates and polymcthacrylates ; and 

triblock and biblock copolymers, particularly 
copolymers consisting of polyamide, polyester and/or polyether 
bloc)cs, and of polystyrene, polybutadiene and polyisobutylene 

blOG}CS* 

32. A method according to claim 29 in which said ther- 
moplastic layer is electrically conducting. 

33. A method according to claim 32 in which said ther- 
Boplastic layer comprises electrically conducting additives se- 
lected from the group comprising: ~~ 

polymers having intrinsic conductivity; 
electrically conductive carbon black; 
graphite; 

metallic powder, metallic fibres, metallic needles, 
particularly made of aluminum, copper, silver or tungsten; 

fillers coated with metal, particularly coated with 
aluminum, copper, silver or tungsten; 

metal coated micro balls and metal coated textile 
fibres; and 

mixtures of these materials. 



